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"Fibres made from polymers of propylene and hexene-1" 

The present invention relates to fibres made from semicrystalline random copolymers of 
propylene with 1-hexene. In particular, it concerns fibres for thermal bonding application. 
- Within. me,defm^^ products similar, tol 

fibres, such as fibrils and cut filaments (staple fibres). 

The fibres of the present invention are particularly adequate for use in application where 
a good balance of tenacity, elongation at break and bonding force is required. For examples, 
staple fibres are useful in the manufacture of felt for markers and pens, in non-woven fabrics 
For geotextiles, cement reinforcements and in supports for synthetic leather. 

Fibres comprising seniicrystalline copolymers of propylene with a low content of 1- 
hexene are already known. 

International patent application WO 96/27041 discloses fabrics with a very pleasing 
hand. Said performance is obtained with Fibres made from copolymers of propylene and an 
a-olefin, such as ethylene, 1-butene and 1-hexene. The' disclosed fibres are suited for 
spunbonded fabrics. 

International patent application WO 00/63471 discloses thermally bondable fibres 
comprising copolymer of propylene and a superior a-olefin, the latter being in amounts of at 
least 3 wt% with respect to the total copolymer. The exemplified fibres show to possess a 
good balance of mechanical properties, in particular tenacity, elongation at break and 
bonding force. However, the document provides concrete disclosure of fibres only made, up 
of copolymers of propylene and 1-butene in amounts of at least 4.5 mol%, the disclosed 
fibres exhibit a good balance of properties due to a high degree of modification of the 
polymer, """"" — — — - — — •• ■ . n. Hvw^mn*** 7 '* — i ^ 



Now it has surprisingly been found that a good balance of mechanical properties can 
also be obtained in fibres made from semicrystalline random copolymers of propylene with 
1-hexene having a low degree of modification of the polymer. In particular, the fibres exhibit 
a high tenacity value and yet maintain a good elongation at break value. 

Said copolymers have also the advantage of good workability due to a broad 
- spinnability- wmdowr which^ato^^ 

i^j^i^jft^g^AT tti jaw^^-^ ti nrvi.iT 



r — n iLuicv \jx iu& temperature 

spinning is earned out. ^mmm******^*™*.* 



According to the present invention there is provided thermally bondable fibres 
comprising semicrystalline random copolymers (A) of propylene, 1-hexene and, optionally, 



1 
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another a-olefin, the amount of 1-hexene being from 0.75 to less 1.52 mol% (i.e. 1,5 to less 
than 3 wt%) with respect to the total weight of the copolymer. Hie said copolymers possess 
a value of melt flow rate (MFR) ranging from 4 to 35 g /10 min, preferably 8-20 g/10 min, ~ ^ — " 
' _and a molecular, weight distribution, in terms of the ratio of weight average molecular weight „ . - - 
to numeric average molecular weight (Mw/Mn ), ranging from 4 to 12, preferably from 5 to 
9- 

Copolymers (A) have stereoregularity of isotactic type. 

From the above definition, it is evident that the term "copolymer includes polymers 
containing more than one kind of comonomers, such as terpolymers. 

Typically, said copolymers (A) exhibit at least one of the following features: 

- a melting temperature of or above 140° C, such as from 140 to 155° C; and 

- a solubility in xylene at room temperature (i.e. about 25° C) below 10 wt%, preferably 
below 5 wt^ more preferably below 3 wt%- 

Typically, copolymers (A) have a polydispersity index from 3 to 7, more preferably from 
3 to 5. 

The fibre according to the present invention typically exhibits a value of tenacity higher 
than 20 cN/tex and a value of elongation at break higher than 150%, 

It is found that the fibre of the present invention also possesses good bonding force at 
145° C that is at least 300 cN and tensile strain recovery that is at least 85%. 

Typically, the fibres according to the present invention have a titre ranging from 1 to 8 
dtex, preferably 1.5 to 4 dtex. 

The further a-olefin optionally present in the copolymer is selected from ethylene and a~ 
olefins of formula CH 2 =CHR, wherein R is a C 2 -C& linear or branched alky! radical. The said 
optionally olefin is preferably in amounts ranging from 0.5 to 4,5 % by weight with respect 
to the total copolymer. 

According to a particular embodiment of the present invention, the thermal bondable 
fibers further comprise 0.5% to 80%, more preferably from 0% to 60% by weight, in 
particular from 0.5% to 50% by weight, most preferably from 0.5% to 30% by weight of a 
*^6ly61efiif (^X(di^ partic^^ x 

^ ^3^oqg^grs,J.e^notfalling inJ£he,preyiously r giyen,definition.of random, copolymer (A)) 
addition to copolymer (A). 

When polyolefin (B) is present, the fibers are made from a polyolefin composition (C) 

2 
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containing from 20% to 100% by weight, more preferably from 40% to 100% by weight, in 
particular from 50% to 100% by weight, most preferably from 70% to 100% by weight of 
the above-mentioned random copolymer (A) and the above-mentioned amounts of polyolefin "' 
(B). Polyolefin composition (C) can be prepared by the well-known methods, for example by .-. 
mechanically blending the copolymer (C) and polyolefin (B). 

Generally, said polyolefin (B) is selected from polymers or copolymers, and their 
mixtures, of CH 2 =CHR olefins where R is a hydrogen atom or a Ci-C B alkyl radical. 
Particularly preferred are the following polymers: 

1) isotactic or mainly isotactic propylene homopolymers, and homopolymers or 
copolymers of ethylene, like HDPE, LDPE, LLDPE; 

2) crystalline copolymers of propylene with ethylene and/or C4-C10 a-olefins, such as 
for example 1-butene, 1-hexene, 4-methyl-l-pentene, 1-octene, wherein the total 
comonomer content ranges from 0.05% to 20% by weight with respect to the weight 
of the copolymer (said copolymers being different from the random copolymer A) as 
regards the content of comonomers, in particular containing less than 3%, preferably 
less than 2.5% by weight of C4-C10 a-olefins and /or more than 1%, preferably more 
than 2% by weight of ethylene), or mixtures of said copolymers with isotactic or 
mainly isotactic propylene homopolymers; 

3) elastomeric copolymers of ethylene with propylene and/or a C 4 -C 10 a-olefin, 
optionally containing minor quantities (in particular, from 1% to 10% by weight) of a 
diene, such as butadiene, 1,4-hexadiene, 1,5-hexadiene, ethylidene-l-norbornene; 

4) heterophasic copolymers comprising (I) a propylene homopolymer and/or one of the 
copolymers^ item 2), and an elastbmerirfrictionlll^ one or moreof the " 
copolymers of item 3), typically prepared according to known methods by mixing the 
components in the molten state, or by sequential polymerization, and generally 
containing the elastomeric fraction (II) in quantities from 5% to 80% by weight; 

5) 1-butene homopolymers or copolymers with ethylene and/or other a-olefins. 
Moreover, the fibers of the present invention may be single (monocomponent) fibers 

- (i-e.- substantially made of the said random copolymer^)-or ofa-coxn^ 

more additional portions arranged symmetrically or asymmetrically, for instance side-by- 
side or sheath-core, comprising various and different kinds of polymeric materials). 

. 3 
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Preferred examples of polymeric materials that can constitute or be present in the said 
additional portions are polyethylene, polyisobutylene, polyamides, polyesters, polystyrene, 
polyvinyl chloride, polyacrylates and mixtures thereof. - - 

• • - _ 



obtaining a skin-core structure (skin-core stabilization), or a highly stabilizing formulation. 
In the latter case, a superior resistance to aging is achieved, for durable nonwovens. 

The copolymer of the present invention can be prepared by polymerisation in the 
presence of Ziegler-Natta catalysts. An essential component of said catalysts is a solid 
catalyst component comprising a titanium compound having at least one titanium-halogen 
bond, and an electron-donor compound, both supported on a magnesium halide in active 
form. Another essential component (co-catalyst) is an organoalumimum compound, such as 
an aluminium alkyl compound. 

An external donor is optionally added. 

The catalysts generally used in the process of the invention are capable of producing 
polypropylene with a value of xylene insolubility at room temperature greater than 90%, 
preferably greater than 95%. 

Catalysts having the above mentioned characteristics are well known in the patent 
literature; particularly advantageous are the catalysts described in US patent 4,399,054 and 
European patent 45977. Other examples can be found in US patent 4,472,524. 

The solid catalyst components used in said catalysts comprise, as electron-donors 
(internal donors), compounds selected from the group consisting of ethers, ketones, lactones, 
compounds containing N, P and/or S atoms, and esters of mono- and dicarboxylic acids' 



Fao— ci£ X ch 2 o_r|v 
wherein R 1 and R» are the same or different and are Cl -C l8 alkyl, C 3 -C I8 cycloalkyl or Cf 
C l8 aryl radicals; R M1 and R™ are the same or different and are C,-C 4 alkyl radicals; or are 
iteJ..23Ket^r S Jn^ cyclic.or poiycyclic™ , , ...... 

structure made up of 5, 6, or 7 carbon atoms, or of 5- n or 6-n' carbon atoms, and respectively 
n "frrogen atoms and n' ^X^^^ ^"^ ^ ^^^ 0 *Sm d s f "" """ 
where n is 1 or 2 and n' is 1, 2, or 3, said structure containing two or three'unsaturations 
(cyclopolyenic structure), and optionally being condensed with other cyclic structures, or 
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substituted with one or more substituents selected from the group consisting of linear or 
branched alfcyl radicals; cycloalkyl, aiyl, aralkyl, alkaryl radicals and halogens, or being 
condensed with other cyclic structures and substituted with one or more of the above ^ 
^mentioned substituents that can also be bonded to the condensed cyclic structures; one^or^ 
more of the above mentioned alkyl, cycloalkyl, aryl, aralikyl, or alkaryl radicals and the 
condensed cyclic structures optionally containing one or more heteroatom(s) as substitutes 
for carbon or hydrogen atoms, or both. 

Ethers of this type are described in published European patent applications 361493 and 
728769. 

Representative examples of said dieters are 2-methyl-2-isopropyM,3- 
dimethoxyprupane, 2,2-dnsobutyl- 1 ,3 -dimethoxypropane, 2-isopropyl-2-cyciopentyl- 1 ,3- 
dimethoxypropane, 2-isopropyl-2-isoamyl-l ? 3-dimethoxypropane, 9,9-bis (methoxymethyl) 
fluorene. 

Other suitable electron-donor compounds are phthalic acid esters, such as diisobutyl, 
dioctyl, diphenyl and benzylbutyl phthalate. 

The preparation of the above mentioned catalyst components is carried out according to 
various methods. 

For example, a MgCl 2 -nROH adduct (in particular in the form of spheroidal particles) 
wherein n is generally from 1 to 3 and ROH is ethanol, butanol or isobutanol, is reacted with 
an excess of TiCL* containing the electron-donor compound. The reaction temperature is 
generally from 80 to 120° C. The solid is then isolated and reacted once more with T1CI4, in 
the presence or absence of the electron-donor compound, after which it is separated and 
' washed withlftquotsbf a Hydfo^bon unfirai^Uoniirions Mve^disappeared^ IT^t 

In the solid catalyst component the titanium compound, expressed as Ti, is generally 
present in an amount from 0.5 to 10% by weight. The quantity of electron-donor compound 
which remains fixed on the solid catalyst component generally is 5 to 20% by moles with 
respect to the magnesium dihalide. 

The titanium compounds, which can be used for the preparation of the solid catalyst 
component? are the halides and the halogen alcoholates of titaniumr Titanium tetrachlorideTsT 



the preferred compound. 



The reactions described above result in the formation of a magnesium halide in active 
form. Other reactions are known in the literature, which cause the formation of magnesium 
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halide in active fomi starting from magnesium compounds other than halides, such as 
magnesium carboxylates. 

7119 Al-alkyl compounds used as co-catalysts comprise the Al-trialkyls, such as Al- 
triethyl, Al-triisobutyl. Al-tri Vbutyt and te« '^^^^l^^^j^taSS^ 
two or more Al atoms bonded to each other by way of O or N atoms, or SO„ or SO a groups. 

The Al-alkyl compound is generally used in such a quantity that the Al/Ti ratio be from 
1 to 1000. 

The electron-donor compounds that can be used as external donors include aromatic 
acid esters such as alkyl benzoates, and in particular silicon compounds containing at least 
one Si-OR bond, where R is a hydrocarbon radical. 

Examples of silicon compounds are (tert-butyl) 2 Si(OCH 3 ) 2 , (cyclohexyl)(methyl)Si 
(OCH 3 ) 2 , (cyclopemylfcSiCOCHak (phenyi) 2 Si(OCH 3 ) 2 and (1,1,2- 
trimethylpropyl)Si(OCH 3 ) 3 , which is preferred. 

1,3-diethers having the formulae described above can also be used advantageously. If 
the internal donor is one of these dieters, the external donors can be omitted 

In particular, even if many other combinations of the previously said catalyst 
components may allow to obtain propylene polymer compositions according to the present 
invention, the random copolymers are preferably prepared by using catalysts containing a 
phthalate a inside donor and (cyclopentyl^SiCOCIfcfe as outside donor, or the said 1,3- 
diethers as inside donors. 

The copolymers according to the present invention are produced in accordance with 
known polymerisation processes, 
-^FbTexa^e^^ or ' more stal gg ^J^ : ^ 

two or more stages of polymerisation are carried out, the copolymers are prepared in 
sequential stages. In each stage the operation takes place in the presence of the copolymer 
obtained and the catalyst in the preceding stage, 

According to another polymerisation process the copolymers are produced by a 
polymerisation process carried out in at least two interconnected polymerisation zones. 

.The process according to the preferred process is illustrated in EP application 782 587— 
■- » , , *ff , d ffi& %°ggg Process COTOprisesfee^gJ^ monomers to said pol ym erisation zones^ 
in the presence of catalyst under reaction conditions and collecting the polymer product from 
the said polymerisation zones. In the said process the growing polymer particles flow 
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upward through one (first) of the said polymerisation zones (riser) under fast fluidisation 
conditions, leave the said riser and enter another (second) polymerisation zone (downcomer) 
through which they flow downward in a densified form under the action of gravity., leave' the" 
said downcomer and are reintroduced into the riser, thus establishing a circulation of 
polymer between the riser and the downcomer. 

In the downcomer high values of density of the solid are reached, which approach the 
bulk density of the polymer. A positive gain in pressure can thus be obtained along the 
direction of flow, so that it become to possible to reintroduce the polymer into the riser 
without the help of special mechanical means. In this way, a "loop" circulation is set up, 
which is defined by the balance of pressures between the two polymerisation zones and by 
the head loss introduced into the system. 

Generally, the condition of fast fluidization in the riser is established by feeding a gas 
mixture comprising the relevant monomers to the said riser. It is preferable that the feeding 
of the gas mixture is effected below the point of reintroduction of the polymer into the said 
riser by the use, where appropriate, of gas distributor means, The velocity of transport gas 
into the riser is higher than the transport velocity under the operating conditions, preferably 
from 2 to 15 m/s- 

Generally, the copolymers and the gaseous mixture leaving the riser are conveyed to a 
solid/gas separation zone. The solid/gas separation can be effected by using conventional 
separation means. From the separation zone, the copolymers enter the downcomer. The 
gaseous mixture leaving the separation zone is compressed, cooled and transferred, if 
appropriate with the addition of make-up monomers and/or molecular weight regulators, to 
the riser, The transfer can be effected by means of a recycle line for the gaseous mixture. 

The control of the copolymer circulating between the two polymerisation zones can be 
effected by metering the amount of polymer leaving the downcomer using means suitable for 
controlling the flow of solids, such as mechanical valves. 

The operating parameters, such as the temperature, are those that are usual in gas-phase 
olefin polymerisation process, for example between 50 to 120° C. 

-This first stage process can be carried out under'bperating'pressures"of b^tweeif0r5"aS&* 



i »w ^ ity>»\<v i'» .'iii i s «> )i ! i* W ''j ' ' i ' »' » 'i -r T W " > « r ' iMi |1 ' r.<u • ■ uwn i. i^ n w i... ,i | . 1Mt .i. * .i«*t ' .■ w ffin i n < l >i> .>i.m m ( i . < . m < ft ii i m^ .»vtmt.*,M»^*tj^)H^**(Wl*^to^^+Mi<'Wfi 

Advantageously, one or more inert gases are maintained in the polymerisation zones, in 
such quantities that the sum of the partial pressure of the inert gases is preferably between 5 



19. DIC. 2003 17:41 BAS ELL/I HTEL LE CTUAL PROPERTY 

i.Mi6isz) 



NR. 1984 P. 16 



and 80% of the total pressure of the gases. The inert gas can be nitrogen or propane, for 
example. 

The various catalysis 1 are fed up to the riser at any point of the said riser. However, they 
can also be fed at any point of the downcomer.' The catalyst can be in any physical stated 
therefore catalysts in either solid or liquid state can be used. 

The copolymers and polymer compositions may be blended with additives commonly 
employed in the art, such as nucleating agents, colorants and fillers in addition to the above- 
mentioned stabilisers. 

The fibres of the present invention can be prepared by way of any known melt spin 
process. In particular, they can be prepared in form of staple fibres, by using both long- 
spinning and short-spinning apparatuses. 

The long-spinning apparatuses normally comprise a first spinning section where the 
fibres are extruded and air-cooled in a quenching column at a relatively high spinning speed. 
Subsequently, these fibres go to the finishing step, during which they are drawn, crimped- 
bulked and cut Generally, the above mentioned finishing step is carried out separately with 
respect to the spinning, in a specific section where the fibre rovings are gathered into one 
single big roving. Said big roving is then sent to drawing, crimping-bulking and cutting 
apparatuses which operate at a speed ranging from 100 to 200 m/min. 

In other types of long-spinning apparatuses the above mentioned fimshing steps are 
carried out in sequence with the spinning step. In this'case the fibres go directly from the 
gathering to the drawing rollers, where they are drawn. 

The process conditions generally adopted when using the long-spinning apparatuses are 
fol lowin g- ^ " ~— - --■ - ; . . " . 



the following: 

- output per hole: greater than 0.1 g/min, preferably from 0.15 to 1 g/min, more preferably 
from 0.3 to 0.7 g/min; 

- take up speed: equal to or higher than 500 m/min, preferably from 500 to 3500 m/min, 
more preferably from 600 to 2000 m/min; 

- space where the fibres cool off and solidify after exiting the die: greater than 0.50 m. 
Moreover; it is preferable that the draw ratio be' from 111*^0*4^*" ' ^•'*.^^w>v.u^«~-..* S:; - ^ 



.For, further , , details , on , the,, ft m g ;*p^^ 
Hauser "Plastics Extrusion Technology", Hauser Publishers, 1988, chapter 17. 

The short-spinning apparatuses allow for a cShunuous operation, since the spinning 
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speed is compatible with the drawing, crimping and cutting speeds. 

The process conditions which are best suited to be used according to the present invention 
using short-spinning apparatuses are the following. The output per hole ranges from 0.005 
to 0.18 g/min, preferably from 6.008 to 0.07 g/rnin, more preferably from 0.01 to 0.03 g/ndnT 
The take up speed ranges from 30 to 300 m/min, preferably from 100 to 300 m/min. The 
draw ratios range from 1.1 to 3.5, preferably from 1.2 to 2.5. Moreover, the fibre cooling and 
solidification space at the output of the die (cooling space) is preferably greater than 2 mm, 
more preferably greater than 10 mm, in particular from 10 to 350 mm. Said cooling is 
generally induced by flow. 

For further details on the short-spinning apparatuses reference is made to M. Ahmed, 
"Polypropylene fibres science and technology", Elsevier Scientific Publishing Company 
(1982) pages 344-346. 

The copolymers and compositions according to the present invention can be spun in a 
range of temperatures for the above long-spinning and short-spinning apparatuses generally 
varying from 250° to 300° C, In particular, the spinning temperature window can range from 
265° to 290° C without negatively affecting the capability of the fibre to bond each other, 

As mentioned above, the fibres of the present invention are particularly suited for 
preparing thermally bonded articles, in particular non-woven fabrics. 

The thermally bonded articles may comprise two or more non-woven layers. Thanks to 
the use of the fibres of the present invention a good adhesion among the layers is obtained. 

The said articles are produced by thermal bonding processes carried out according to 
well-known methods. 

"The "following examples are given to illustrate the present invention^t^ 
purpose.^ 

The data relating to the polymeric materials and the fibres of the examples are 
determined by way of the methods reported below. 

- Melting temperature: Determined by differential scanning calorimetry (DSC), weighting 6 
± 1 mg, is heated to 220 ± V C at a rate of 20 °C/min and kept at 220 ± 1° C for 2 
******* minutes in nitrogen streanrand it is'thereafrercqbled afarateof '20°'C/miif^4'0^^ 

r ***** ■ ***^£^yJ^B % 2, ffaaJSUS^ samplers 

again fused at a temperature rise rate of 20° C/min up to 220° C ± L The melting scan is 

9 
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recorded, a thermogram is obtained, and, from this, temperatures corresponding to peaks 
are read. 

- Melt Flow Rate: Determined according to ISO method 1 133 (230° C, 2.1 6 kg). ~~ - 
~- :.. Solubility in xylene: Pe^m^edT^foiWs, 2*^' g]of>olymer~and 25Q ndjofjorlerMLaC 



introduced in a glass flask equipped with a refrigerator and a magnetical stirrer. The 
temperature is raised in 30 minutes up t the boiling pint of the solvent. The so obtained 
clear solution is then kept under reflux and stirring for further 30 minutes. The closed 
flask is then kept for 30 minutes in a bath of ice and water and in thermostatic water bath 
at 25° C for 30 minutes as well. The so formed solid is filtered on quick filtering paper, 
100 ml of the filtered liquid is poured in a previously weighed aluminium container, 
which is heated on a heating plate under nitrogen flow, to remove the solvent by 
evaporation. The container is then kept on an oven at 80" C under vacuum until constant 
weight is obtained. The weight percentage of polymer soluble in xylene at room 
temperature is then calculated. 

- Intrinsic viscosity (IV) : Determined in tetrahydronaphthalene at 135° C. 

- 1-hexene content : Determined bv IR spectmso.npy 

- Mw and M* : Measured by way of Gel Permeation Chromatography (GPC) in 
tetrachlorobenzene. 

~ Polydispsersity Index (PI) : To determine the PI value, the modulus separation at low 
modulus value, e.g. 500 Pa, is determined at a temperature of 200° C by using a RMS-800 
parallel plates rheometer model marketed by Rheometrics (USA), operating at an 
oscUIation frequency which increases from 0.01 rad/second to 100 rad/second. From the 

PI = 54.6x(modulus separation)" 1 - 76 

wherein the modulus separation (MS) is defined as: 

MS - (frequency at G' — 500 Pa)/(frequency at G" = 500 Pa) 

wherein G' is the storage modulus and G' ' is the low modulus. 

- Titre of fibres: from a 10 cm long roving, 50 fibres are randomly chosen and weighed 

" Tenacity and elongation at break: from a 500 m roving a 100 mm long segment is cut. 
From this segment the single fibresto be tested are randomly chosen. Eachsingle fibre to 
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be tested is fixed to the clamps of an Instron dinamometer (model 1122) and tensioned to 
break with a traction speed of 20 mm/min for elongations lower than 100% and 50 
mm/min for elongations greater than 100%, the initial distance between the clamps being 
of 20 nun. The ultimate stre ngth (load at break) and the elongation_jat^break _ are, 
determined. 

The tenacity is derived using the following equation: 

Tenacity = Ultimate strength (cN) x 10/titre (dtex) 

- Bonding force : specimens are prepared from a 400 tex roving (method ASTM D 1577-7) 
0.4 meter long, made up of continuous fibres. After the roving has been twisted eighty 
times, the two extremities are united, thus obtaining a product where the two halves of the 
roving are entwined as in a rope. The thermal bonding is carried out on said specimen 
using a Bruggel HSC-ETK thermal bonding machine, operating at various plate 
temperatures (see in the tables) using a clamping pressure of 0.28 MPa and 1 second 
bonding time. The previously said dynamometer, operated at a traction speed of 2 
cm/miir, is used to measure the average force required to separate the two halves o f the 
roving which constitute each specimen at the thermal bonding point The obtained graph 
shows the force varying from minimum to maximum values (peaks are obtained). The 
value resulting from averaging out all the minimum and maximum values shown in the 
graph represents the said average force. The result, expressed in cN, is obtained by 
averaging out at least eight measurements, and represents the bond strength of the fibres, 

- Tensile Strain Recovery : The test is based on ASTM method D-1774-64. The method 
concerns procedures for the measurements of the elastic behaviour of fibres by assessing 
their~ability to recover sirain or theiTonginal dimensioiTf^iovving a known" eSensfon. f 
The multifilament sample subjected to the test is 40 cm length and has a titre of 500 dtex. 
The operative conditions are reported in the following table A. 
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Table A 



Fibres Preparation ' 


Spinnerette 


Holes, No. - 


61 


diameter, mm . 


OA 


Length/diameter ratio 


5 


opmning Conditions 


Output, g/minxhole 


0,4 


Spuming Speed First Crodet, m/min 


1500 


On Line Stretching Ratio 


1:1.5 


Take up Wind Speed, m/min 


2250 


dynamometer Test Conditions ~ 


ciamp instance", nun 


200 


Maximum Strain. Applied, % — 


10 


Strain Speed, mm/min 


20 


Hysteresis procedure 
0% clamp distance/min 


according to ASTM method 1774-64 



Example^ 

Copolymers are prepared by polymerising propylene and hexene-1 in the presence of a 
catalyst under continuous conditions in a plant comprising a gas-phase polymerisation 
apparatus. The apparatus comprises two interconnected cylindrical reactors (riser and 
downcomer). Fast fluidisation conditions are established in the riser by recycling gas from 
jfche g as-solid separator. 

The catalyst employed comprises a catalyst component prepared by analogy with 
example 5 of EP-A-728 769 but using microspheroidal MgCfe-l.TCzHsOH instead of 
MgCl 2 -2.1C2H 5 OH. Such catalyst component is used with dicyclopentyldimethoxysilane as 
external donor and with triethylaluminium (TEAL). 

The polymer composition shows a narrow distribution of the molecular weights 
obtained without using a liquid barrier, the hydrogen concentration is kept at the same 



concentration in both riser and downcomer and the hexene-1 is fed only into the downcomer. 

The polymer particles exiting the reactor are subjected to a steam treatment to remove 
the reactive monomers and volatile substances and then dried. 

Other operative conditions and the properties of the produced copolymer are Indicated in 
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Table 1 



Table 1 



Polymerisation Conditions 


Example 1 


Temperature, ° C . ^ - - 


- 85 : : 


Pressure, bar 


30 


CeVCCfi'+CsO (riser), mol/inol 


0.031 


Properties of the Polymer . 


Hexene-1 Content, mol% (wt%) 


L47(2.9) 


Melt Index, dg/min 


10.1 


M w /Mn ratio 


6.9 


Polidispersity Index 


3.7 


Melting Temperature, ° C 


144- 


J Xylene-Soluble Content^ wt% 


2-/3 • 



Examples 2-5 

The copolymers of example 1 are stabilised by adding a stabiliser package suitable for 
thermal bonding applications. Tlien they are spun to produce fibres. The spinnability tests 
are carried out at different temperatures and spinning speed in thermal bonding standard 
conditions. The draw ratio is 1.5. The spinning conditions and the proprieties of the fibres 
thus obtained are reported in Table 2. 
Comparative Examples 1-2 (lc-2c) 

Commercial polymers^for- fibres^ "The" 

spinning conditions and the proprieties of the fibres thus obtained are reported in Table 2. 

The data in Table 2 show that the fibres according to the present invention exhibit a 
broader spinning temperature window and both high values of elongation at break and high 
values of tenacity contrary to the comparison fibres prepared with commercial polymers. 
The other properties are comparable to or even a little better than those of the comparison 
„ fibres. 
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Table 2 



Operative Conditions 



Examples 



Spinning Temperature, ° C 



Maximum Spinning Speed, m/min 
Properties of the Fibre 



280 



3300 



...3.. 



285 



3600 



275 



3600 



~5, 



270 



Comparative 
Examples 



lc'L _ 



280 



3600 



7T 



280 



3300 



Titre, dtex 



Tenacity, cN/tex 



Elongation at Break, % 



Bonding Force at 150° C, cN 



Bonding Force at 145" C, cN 



Tensile Strain Recovery, % 



1.95 



33.3 



170 



470 



405 



87.8 



1.95 



33.1 



195 



625 



345 



87.3 



2.05 



33.0 



210 



400 



89.4 



1.9 



22.1 



205 



365 



320 



90.2 



1.8 



19.4 



225 



415 



82.7 



1.9 



43.6 



90 



375 



350 



81.3 



Isotactic propylene homopolymer having MFR of 13 dg/min, 3.5% of polymer fraction 
soluble in xylene at room temperature and a M„ /M> ratio of 6.68. 

2) Isotactic propylene homopolymer having MFR of 12 dg/min, <1 % of polymer fraction 
soluble in xylene at room temperature and a Mw/M, ratio of 2. 
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Claims 

1- A fibre for thermal bonding comprising semicrystallinc random copolymers of 
propylene, 1-hexene and optionally another u-olefin, the amount of 1-hexene being from 
0.75 to less 1.52 mol% (i.e. 1 .5 to less than 3 wt%) with respect to the total weight of the - 
copolymer, the said copolymers possessing a value of melt flow rate (MFR) ranging 
from 4 to 35 g /l 0 min and a molecular weight distribution, in terms of the ratio of 

weight average molecular weight to numeric average molecular weight (Mw/Mn) ? 
ranging from 4 to 1 2. 

2. The fibre of claim 1 wherein the copolymer has a molecular weight distribution from 5 to 
9. 

3. The fibre of claim 1 wherein the copolymer has a solubility in xylene at room 
temperature below 1 0 wt%. 

4. A fibre of claim 1 further comprising up to 80% by weight of polyolefin (B) selected 
from polymers or copolymers, and their mixtures, of CH 2 =CHR olefins where R is a 
hydrogen atom or a Cj-Cg alkyl radical. 

5. Non-woven fabric obtainable from the fibres according to claims 1-4. 
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Abstract 

A fibre for thermal bonding comprising semicrystalline random copolymers of propylene, 1- 
hexene and optionally another ct-olefin, the ampunt of 1-hexene being from 0.75 to less 1.52 * " 1 
mol% (i.e. 1 .5 to less_than Jl^w^j^ of the copolymer. The said— 

copolymers possess a value of melt flow rate (MFR) ranging from 4 to 35 g /10 min and a 
molecular weight distribution, in terms of the ratio of weight average molecular weight to 
numeric average molecular weight ( M^/Mn ) 9 ranging from 4 to 12. 
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